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A low birefringence and low stress transparent or translucent 
thermoplastic film which is highly polished on at least one surface 
which film is suitable for optical media applications and which film 
has a retardation value of less than about 100 nanometers and wherein 
the highly polished surface has a roughness of less than about 4 
microinches. 

The thermoplastic film of claimj^^erein the thermoplastic film has a 
thickness of about 0.001 to about 0.060 inches. 


The thermoplastic film of clairn^^wherein both surfaces of the 
thermoplastic film are highly polished. 

The thermoplastic film of claim l x *#herein the thermoplastic film is an 
aromatic polycarbonate film prepared from Bisphenol-A 



The thermoplastic film of claim l^wherein the retardation value is less 
than about 20 nm. 

The thermoplastic film of claim J<"wherein at least one highly polished 
surface has a ro ughness of abc/ut 0.5 to about 2.0 microinches. 

A low stress opaque thermoplastic film for non optical applications 
wherein the thermoplastic film has at least one highly polished surface 
having a roughness of less than 4 microinches. 

The thermoplastic film of claim 7/^herein the film has a thickness of 
about 0.001 to about 0.060 incfies. 


9. The thermoplastic film of clainyv wherein at least one highly polished 
surface has a roughness of about 0.5 to about 2.0 microinches. 
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10. The thermoplastic film of claim 7 wherein both surfaces of the 
thermoplastic film are highly polished. 

11. A continuous film extrusion process for producing a transparent or 
translucent thermoplastic film for optical media applications having a 

5 low birefringence, low stress and wherein at least one surface of the 

film has a roughness of less than about 4 microinches and a retardation 
value of less than about 100 nanometers, which process comprises the 
steps of extruding a molten thermoplastic film, passing the molten 
thermoplastic film through an opening between two opposing 

10 calendering rolls wherein at least one calendering roll is a finishing roll 

and subsequently cooling the hot thermoplastic film to a temperature 
below its solidification temperature of the thermoplastic film, said 
finishing roll is a multi component structure comprised of an inner 
steel shell, an intermediate resilient covering over the inner steel and a 

15 metal layer metal sleeve outer covering comprised of at least two 

layers. 

12. The process of claim 1 l/wherein the cooled thermoplastic film has a 
thickness of about 0K301 to about 0.060 inches. 

13. The process of claim 1 lAvherein at least one surface of the 
20 thermoplastic film h^s a roughness of about 0.5 to about 2.0 

microinches. 

14. The process of claim 1 1 ^herein the thermoplastic film produced 
thereby is an opaque tl^rmoplastic film for non optical media 
applications. 



25 15. The process of claim 1 1 Wherein the 2 opposing calendering rolls are 

finishing rolls used to produce a thermoplastic film of low 
birefringence, low stress and wherein both surfaces of the 
thermoplastic film have a roughness of less than about 4 microinches. 
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16. The process of claim 15 wherein both surfaces of the thermoplastic 
film have a roughnes^cff about 0.5 to about 2.0 microinches. 

17. The finishing roll of claim ljb wherein the structure comprises an inner 
metal shell and an outer iriulti layer metal sleeve of at least two layers 

5 and having interdisposed there between an intermediate resilient cover 

over said inner metal shell. 

18. The finishing roll of claim 17* wherein the intermediate resilient cover 
has sufficient resiliency to'allow for deformation of the surface of the 
outer multi-layer metal sleeve in order to reduce flow induced stress in 

10 the thermoplastic film, said resilient cover having a hardness of about 

50 to about 150 durometers. 

J 

19. The finishing roll of claim yi wherein the outer multi-layer metal 
sleeve is capable of flexing to match the intermediate resilient cover. 

/? 

20. The finishing roll of claim ll{ wherein the outer layer of the multi- 
15 layer metal sleeve is c apatff e of beingpolished to a surface roughness 

of less than about 4 microinches and is capable of flexing without 
failing. 

/ 

21 . The finishing roll of claim 17/wherein the inner layer of the multi- 
layer outer metal sleeve is Q^nprised of nickel. 


20 22. The finishing roll of claim 17^ wherein the outer metal layer of the 

multi-layer outer metal sleeve is comprised of chrome. 

23. The finishing roll of claim ly/wherein the multi-layer outer metal 
sleeve is comprised of 3 layers. 

24. The finishing roll of claim 2& wherein the 3 layer outer metal sleeve is 
25 comprised of an inner layer comprised of nickel, an intermediate layer 

comprised of copper and an outer layer comprised of chrome. 
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